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(54) Preparation of multi-colour prints 
by laser irradiation and materials for 
use therein 

(57) A process for preparing a full 
colour image In which three or more 
dyes carried on donor sheets are trans- 
ferred to a receptor sheet by heating 
with a scanning laser beam to volatilise 
the dyes in which: 

(i) the wavelength of the laser is less 
than 2.5 u and preferably more than 
0.2 n, 

(ii) each donor sheet comprises a 
support sheet substantially transparent 
to said laser beam, bearing on its major 
surface a dye layer comprising at least 
one dye which is vaporisable at a 
temperature in the range 120 to 250°C 
and a heat-resistant binder which is 
substantially transparent to said laser 
beam, each donor sheet having a mate- 
rial which strongly absorbs light at the 
output wavelength of the laser distri- 
buted throughout the dye layer and/or 
in a separate layer interposed between 
said major surface of the support and 
dye layer in an amount to absorb a 
substantial porportion of the incident 
laser radiation, and 

(iii) the receptor is heated to a tem- 
perature of from 1 20 to 250°C at least 
after the final dye transfer stage, gener- 
ally for a period in the range from 0.01 
to 30 seconds, to stabilise the dye 
image. 



The Chemical formula(e) appearing In the printed specification were submitted after the date of filing, the formula(e) originally 
submitted being incapable of being satisfactorily reproduced. 
The drawing originally filed was informal and the prim here reproduced is taken from a later filed formal copy. 
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SPECIFICATION 

Preparation of multi-col our prints by laser irradiation and materials for use therein 

5 This Invention relates to a process for preparing a full-colour image of an object and to materials for use 5 
therein. 

Full-colour images may be recorded by a variety of methods, for example, by magnetic tape 
video-recording, or on silver halide-based camera colour film. Final viewable colour hard-copy is produced 
'from these records in a number of ways. In one method a certain proportion of silver halide colour film Itself 

10 becomes the final viewable colour picture in the form of a colour transparency. In other methods a 10 
proportion of the recording film serves as an intermediate to produce either a silver halide-based colour print 
or an ink printed colour picture via colour separation, screening and lithographic or gravu re printing. 

In the sequence of operations necessary to produce an ink-printed, full-colour picture, a third type of 
full-colour picture may be made, the colour proof. Colour proofs are required to check the accuracy of the 

15 three or more screened or continuous-tone colour separations from which the final three or more colour 15 
printing plates or cylinders are made. Colour-proofing systems are often based on non-silver halide 
light-sensitive coatings, usually polymer systems, and require many exposure and processing steps before a 
final, full-colour picture is assembled. 
British Patent Specification Nos. 1 308 1 16 and 1 433 025 disclose methods of printing coloured images by 

20 superimposing individual colour component images in which a dye-image receptor sheet is placed in 2 0 
contact with a donor sheet bearing a dyestuff which sublimes or vapourises at 160 to 220°C and the donor 
sheet is heated by irradiation with a laser beam so that the dyestuff is raised to its sublimation or 
vapourisation temperature and is transferred to the receptor in a pattern corresponding to the individual 
colour component image, the laser beam being controlled by signals which are representative of the 

25 coloured original; the transfer process being repeated for each colour component The donor sheet may 25 
comprise plastics film upon which the sublimable dyestuffs are coated or printed. The dye layer may also 
contain a material which absorbs the laser beam strongly in order to increase the efficiency of the transfer 
and the receptor sheet may be warmed to a temperature approaching the sublimation temperature of the 
dye prior to or during irradiation by the laser. Suitable lasers include C0 2 lasers functioning at 10.6 u. These 

30 sublimation transfer printing processes have been used to provide multi-coloured images on synthetic sheet 30 
material, including textile webs and plastics film, plastics coated and unprocessed paper. However, it has 
been found that there are many parameters which affect the quality of the image obtained by a sublimation 
transfer process and whilst the image quality is generally acceptable for printing textiles and the like, the 
known processes do not appear to be capable of providing full tonal range, full sharpness photographic 

35 quality images. .*.„,« * 35 

It is an object of the present invention to provide an improved process for prepanng full-colour images ot 

an object. «....* 

According to the present invention there is provided a process for preparing a full-colour image of an 
object on a receptor sheet which comprises analysing the object to obtain a set of signals which is 

40 representative of the shape and colour of the object, sequentially contacting three or more dyes carried on 40 
donor sheets with the receptor sheet and.transferring said dyes imagewise onto the receptor sheet to form a 
full-colour image of the object, the dyes being transferred by heating with a scanning laser beam to volatilise 
the dyes, the laser beam being modulated by said set of signals which is representative of the shape and 
colour of the object so that each dye is heated to cause volatilisation only in those areas in which its presence 

45 is required on the receptor sheet to reconstruct the colour of the object, characterised in that: 45 

(i) the wavelength of the laser is less than 2.5 n and preferably more than 0.2 \i 

(ii) each donor sheet comprises a support sheet substantially transparent to said laser beam, bearing on its 
major surface a dye iayer comprising at least one dye which is vaporisable at a temperature in the range 1 20 
to 250°C and a heat-resistant binder which is substantially transparent to said laser beam, each donor sheet 

50 having a material which strongly absorbs light at the output wavelength of the laser distributed throughout 50 
the dye layer and/or in a separate layer interposed between said major surface of the support and dye layer 
in an amount to absorb a substantial proportion of the incident laser radiation, and 

(iii) the receptor is heated to a temperature of from 120 to 250°C at least after the final dye transfer stage, 
generally for a period in the range from 0.01 to 30 seconds, to stabilise the dye image. 

55 The process of the present invention may be used to prepare a full-colour picture suitable for use as a final 55 
viewable print i.e. to replace a conventional photographic silver halide colour print or for use as a colour 
proof in ink-print dc I ur reproduction processes. The full-col ur pictures may be pr pared according to 
the invention with ut the use of light-sensitive coatings and do not require the many processing steps often 
associated with the prior art 

60 Th inventi n takes advantage fthe increasing use of scanned, m dulated laser-beams to imagewise 60 
xpose radiation-s nsitive materials. Since the utput of laser scanners is controlled by el ctr nic signals, 
these may be derived from any suitable source, e.g. a reading head scanning a col ur film positiv , negative 
or print r from a magnetic recording tape, disc rthe like. Thus, with suitable processing either 
conventional colour ph tographic or video-recorder input may be used. Thus, the initial analysis of the 

65 bjectto btain a set of signals which is repr sentative fthe shape and colour of the bjectwillbe 65 
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perf rm d using a wide range of currently available equipment, which is selected according t the nature f 
the bjectto be recorded, e.g. phot graph, transparency, n gative, document or natural scene. 

A full-colour picture is prepared in accordance with the invention by image-wise transferring three r m r 
dyes from donor sheets onto a single receptor sheet by means of the heating effect of an image-modulated, 
5 scanned laser beam. The colours of the dyes are selected so that all the colours of the spectrum may be , 5 
reproduced by suitable combinations of the dyes. Generally, the dye colours used are the subtractive 
primaries cyan, magenta and yellow, commonly used in photographic colour processes to provide full 
natural colour. Black colour may be achieved by suitable mixture of dyes, and in some cases an additional 
donor sheet for transferring black colour may be desirable. 

10 It has been found that a particular form of donor sheet in combination with specific process parameters 1 0 
will provide a full-colour image by vapour transfer using lasers which is of photographic definition, i.e. the 
resolution of detail is at least equivalent to 8 to 10 lines per millimetre which is the generally accepted higher 
resolution limit of the unaided eye at near distance. One of the important features of the process is that a 
laser having an emission wavelength of less than 2.5 \i and generally in the range 0.2 to 2.5 \l is used. The use 

15 of a laser emitting in this region has a number of advantages. Firstly, the emission wavelength is several 1 5 
times shorter than the C0 2 laser which emits at 10.6 \i and is generally used in sublimation transfer 
processes, and accordingly it may be focussed to a smaller dot size, thus giving better image definition and 
resolution. A further advantage is that the donor support sheet and associated binder are substantially 
transparent to the laser light Thus, the light passes through the support without heating it, thereby 

20 eliminating any thermal spread of the image which would result if the support sheet were heated. 20 
in one aspect of the invention the wavelength of the laser emission and the dyes are selected so that the 
dyes are transparent to the laser light. In general, most organic materials are transparent to a laser emission 
in the range 0.75 to 2.5 u- Whilst it may appear undesirable that the dyes do not absorb the laser light to 
become heated to their volatilisation temperature, In practice there are certain advantages which are 

25 obtained by the use of dyes which are substantially transparent to the radiation as will be explained 25 
hereinafter. 

The donor sheet includes a material which strongly absorbs the wavelength of the laser and accordingly 
when irradiated this material is strongly heated and transfers the heat to the dye in the immediate vicinity 
thereby heating the dye to its vaporisation temperature. The absorbent material may be present in a layer 

30 beneath the dye and/or it may be admixed with the dye. 30 
It has been found that such donor sheets may be readily tuned to the processing laser in order to ensure 
the required transfer of dye by varying the amount of absorbent material on the donor sheet. One of the 
problems associated with relying upon the dyes themselves to absorb the laser emission to become heated 
to their volatilisation temperature is that different dyes have different absorptions and accordingly the 

35 selection of dyes to use with a particular system is critical in order to obtain the required transfer rate from 35 
each donor sheet. The absorbent material may be in the form of finely divided particles or a continuous film. 

It is not essential that each of the dyes be transparent to the laser emission and when wavelengths in the 
visible region are used it is probable that one of the dyes will absorb strongly. However, it has been found 
that the presence of the absorbent material absorbs the major amount of the laser emission and if present in 

40 an underlayer may absorb substantially all the laser emission and accordingly it is readily possible to obtain 40 
the required balanced transfer rate from each donot sheet in spite of the fact that one of the dyes may absorb 
the laser emission. 

A suitable laser for use in the present invention is the Nd : YAG laser emitting at 1 .06 u* This type of laser is 
commercially available, has high reliability and relatively high efficiency and is available in suitable powers 

45 in the range 1 0 to 30 watts. 45 
The material which is highly absorbent of the laser emission is not transferable under the conditions of 
the dye transfer. Suitable materials include non-volatile dyes or pigments having a high absorbence at the 
laser emission utilized. A suitable material which is highly absorbent of the laser emission is carbon. Carbon- 
is cheap and readily available in fine particle size, it is an efficient absorber and it is non-volatile and 

50 non-softening in the temperature range of dye volatilisation. An additional advantage of carbon is that it is a 50 
broadband light absorber, absorbing throughout the near UV, visible and near infra-red parts of the 
spectrum. Therefore, a change of exposing laser emission wavelength within these regions does not require 
major reformulation of the dye-donor sheets. 
The absorbent material may be coated as a separate layer in an organic binder upon the support sheet 

55 and/or may be included dispersed In the dye layer. Trie use of a separate layer has advantages in that the 55 
layer provides a focussing point for the laser and is tolerant of over exposure without transfer of carbon to 
therecept r. A single lay r containing dye and carbon Intimately admixed is mor sensitive than a two layer 
structure but less tol rant to over exposure. The amount f light-absorbent material is normally s lected to 
abs rbth major part, preferably at least 60%, f the incident laser-beam energy, f r fficient utilisation of 

60 the las r. Thus, an abs rbent content sufficient to give an ptical density of 1.0 at the laser emission 60 
wavelength will absorb 90% of th incident energy, while a content giving an ptical density f 2.0 would 
absorb 99%. Increase of abs rb r content abov these levels becomes relatively c st-ineffectiv .Low r 
levels, giving less than 90% light abs rption, may be indicated in s me circumstances. The concentration of 
the abs rbent mat rial can b adjusted ind pendently of the nature and quantities f ther materials, i. . 

65 dyes, binder and substrat , sine these materials ar transparent to th laser radiati n, and accordingly the 65 
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vaporisati ncharact ristlcs f the donor may be trimmed to the desired level by variati n in the content of 
absorbent material. 

The donor sheets used in the invention comprise a base support sheet which is substantially transparent 
to the exposing radiation of the laser and sufficiently heat stable so as not to distort during the imaging cycle. 
5 Suitable materials for use as a support sheet include common plastics sheet materials such as polyester, 
polystyrene, polycarbonate and cellulose acetate, e.g. the materials commonly used as photographic bases. 
These materials are substantially transparent to the 1.06 emission of an Nd:YAG laser and accordingly 
heating of the support sheet is minimised during exposure to the laser beam. 
The dyes used in the invention are chosen for suitable vaporisation characteristics and colour, 

10 compatibility with coating solvents, affinity with the surface of the receptor sheet and light-stability. The 
dyes are transferred in the vapour phase during the process and the transfer does not involve melting, 
change of adhesion or chemical structure of the dyes or associated ink vehicle, e.g. binder, wax, etc. There is 
a wide range of commercially available dyes which may be used which were developed for heat-transfer 
printing of textiles and the like. The preferred range of dyes are dyes which are subhmable in the 

15 temperature range 1 50 to 220°C. It is not essential that the dyes are strictly sublimable in as much as they 
pass from the solid to the vapour phase directly since the time period for heating is very small and 
accordingly it is possible to use dyes which under slow heating conditions would melt before entering the 
vapour phase provided that such dyes will transfer in the vapour phase only during the process without a 
liquid phase interfering with the transfer. Suitable dyestuffs include anthraquinones and azo dyestuffs. Other 

20 useful classes of dyes include indophenol, styryl and methin dyes. Any type of dye may be used which 
shows suitable volatilistion behaviour, is stable at volatilisation temperature and which provides the desired 
dye colours. Generally, the process of the invention will use a three colour system comprising a cyan, 
magenta and yellow dye. Examples of suitable dyes are as follows: 



15 



20 



25 



30 



35 



40 



45 



45 



The dyes are coated onto the support sheet dispersed in a polymeric binder. The binder should be heat 
50 stable and high melting so that it does not soften appreciably during the imaging process and is transparent 
to the laser emission. Suitable binders include polycarbonates and cellulose ethers. 

The receptor sheet for use in the invention should be heat stable. While receptor sheets may consist solely 
of plastics sheet material, such as polyester, or paper, it is preferable that the receptor is provided with a 
coating of a dye-receptive medium in order to aid dye penetration, fixation and the attainment of the correct 
55 dye hue. Such coatings may contain easily dyeable polymers such as polyvinyl pyridine or polyvinyl 
chloride, vinyl chloride/acetate copolymers, dye-fixing agents such as metal salts, and/or particulate 
absorbent materials such as silica. 

The donor and receptor sh ets must be held In contact during exposure. This may be achieved by applying 
mechanical pressure, e.g. by a pressure pad r by stretching the sheets around a cylind r, rbyapplicati n 
60 of air pressure r vacuum. Mechanical pressure has been found to be adequate. 

Exposure may be effected by a m dulatedfocussed laser beam, .g. NdrYAG, scanned by mechanical r 
optical means. The power levels required are those sufficient t heat the dy carried on the d nor sheet to a 
temperature and for a time necessaiy to volatMsem^ d n 'sheet 

t therecept r. The power levels are selected t avoid causing physical damage to the donor sheet or the 

65 receptor sheet 
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It is important that the laser b am is accurately focussed in rd rto obtain g d resolution and dye 
density. The correct focus point in the donor-recept r sandwich may be f und by trial and err r,by 
observing the quality of a transferred dye image. Mal-focus shows up not only as a less clearly defined 
image, but also as a variation in transferred dye density, and even as a transfer of unwanted material in 
5 addition to the required pure dye. In the case of a two-layer donor sheet, it has been fou nd that a suitable 5 
focussing point is the layer of particulate carbon. 

It has been found that the dye colour and dye-image permanence Is enhanced by subjecting the receptor 
to a heat treatment at least after the final dye transfer stage and preferably after each dye transfer stage. The . 
receptor is heated to a temperature of from 1 20 to 260°C for a time sufficient for the dye{s) to become 
10 stabilised into the surface of the receptor. The time period is generally in the range 0.01 to 30 seconds and in 10 
practice the receptor is generally heated to 1 60 to 1 80°C for from 0.5 to 1 seconds. Since this secondary 
heating of the transferred dye image is carried out after the dye donor sheet has been separated from the 
receptor, the duration and temperature of heating is not critical, since it can cause no unwanted dye transfer 
in background areas, which may occur if secondary heating is applied while the donor and receptor sheets 

15 are in contact 15 
The heat treatment may be carried out by contacting the face of the image receptor sheet with a platen or 
roller heated to a suitable temperature. Trie contacting face of the heating device being pressed onto the 
dyed receptor surface avoids loss of dye by evaporation into the atmosphere, which may be the case if the 
imaged receptor is heated from the back, or by a non-contacting heater from the front The exact mechanism 

20 of "ironing-in" the dye image is not known although it is believed that the vapour transfer of the dye simply 20 
results in deposition of the dye on the surface of the receptor sheet without full absorption of the dye into the 
surface and the heating treatment drives the dye into the receptor surface and the dye presumably becomes 
molecularly dispersed therein. The result of the heat treatment is that the dye image attains its full and 
intended colour and density range, and is stable. 

25 Using the above donor sheets and the process requirements, full-colour tonally correct, stable images can 25 
be made in a reasonable time using a suitable scanner. The images may be either in a continuous-tone 
mode, by varying the scanner laser output power continuously as a function of the colour information read 
from the scanner input original (or from an electronic signal derived from it), or in a screened mode by 
digitising the laser drive signal to transfer dots of equal density but varying size, as in half-tone printing. 

30 The resulting image from the process of the invention may be varnished, laminated or may be 30 
retransferred, by heat or other means, to a second receptive surface and thus may be used for decorative 
purposes. 

The process of the Invention will now be described with reference to the accompanying drawing which is a 
diagram showing the donor and receptor sheets during exposure to laser emission. 
35 The donor sheet consists of a support sheet 1 of plastics material coated with a carbon-containing resin 35 
layer 2 and then with a dye layer 3 containing a vaporisable dye in a resin binder. The donor sheet is placed 
in face-to-face contact with a receptor sheet consisting of a support sheet 4 of paper having a dye receptive 
coating 5. 

The donor/receptor sheet sandwich is then scanned with a focussed NdrYAG infrared laser beam 6 which 
40 has been modulated with the image information necessary to reconstruct those parts of the final receptor 40 
colour image which require the presence of the particular dye on the donor sheet Where the laser beam 
strikes the carbon layer of the donor sheet, the 1.06 p infrared radiation is absorbed and the carbon layer is 
heated in that region. The contiguous dye layer is thus heated to a temperature at which the dye volatilises, 
the dye is transferred to the surface of the receptor sheet where it condenses to form an image. The receptor 
45 sheet is then removed from the donor sheet and subjected to a heat treatment in the range 1 20 to 250°C to 45 
drive the dye into the receptor surface. The transfer and heating cycle is repeated for the desired range of 
dyes to form a well absorbed, stable full-colour image. 
The invention will now be illustrated by the following Examples. * 

50 EXAMPLE 1 50 
Dye-donor sheet - single layer coating * 

Donor sheets were prepared by knife coating polyester sheet with a 0.002" wet thickness layer of the 
following composition: 
1 g volatile dye 

55 20 g acetone 55 
30 g of Solution A, and 
10 g of Dispersion B. 

Soluti n A comprised 10 g thyl cellulose (H rcules N7) in 80 g t lu neand20gethanol. 
Dispersi nBcompris d5g f carbon (C I mbian Raven 1255) in 10 g ethyl cellul se (Hercules N7), 80 g 
60 toluen and 20 g etna n I. 60 
The coat dlay r was all w dt air-dry. 

Cyan, magenta and yellow donor sheets were prepared utilising Dyes A to C hereinbef re defin d 
respectiv ly.Ablackd n r sheet was prepared utilising a balanced mixture of dyes At C. 
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EXAMPLE 2 

Dye-donor sheet - two layer coating 

Polyester sheet was coated with a dispersion of carbon in an acrylic acid/acrylate copolymer solution to 
give an optical density to white light of approximately 1 .0. On this dried carbon coating layer was 
5 -knife-coated at 0.001" a dye solution containing: 

1 g volatile dye (as in Example 1 ) 

2 g polycarbonate resin (G.E. Lexan 141-111) 
< 20 mi methylene dichloride 
The coated layer was allowed to air-dry. 

10 

EXAMPLE 3 
Receptor sheet 

A bond-paper sheet was coated at 0.002" wet thickness with a dispersion comprising : 
80 g ethyl methyl ketone 

!5 9.8 g vinyl chloride/acetate resin (Bakelite VYNS) 15 
7.9 g silica (Hi-Sil 422 available from PPG Industries) 
2.3 g nickel stearate 
and allowed to dry. 

20 EXAMPLE 4 20 
Laser scanner full-colour picture formation - continuous tone 
A positive photographic colour transparency was mounted on the input drum of a graphic arts scanner. 
On the output drum of the scanner was mounted a sheet of receptor material as prepared in Example 3, 
face (coated) side out A sheet of single-layer cyan dye-donor material prepared as in Example 1, was 
25 mounted on the receptor sheet, face side down. Contact was maintained by applying light tension to the 25 
dye-donor sheet 

The scanner drums were rotated at 800 rpm, and the photographic transparency on the input drum was 
scanned with a light source/filter/photocell combination to read the cyan image information contained in the 

transparency. . WA _ ( 

30 The dye transfer sandwich on the output drum was simultaneously scanned with a focussed Nd:YAG laser 30 
beam which was modulated by the signal derived from the scanner input read-head. The laser beam was 
controlled to provide approximately 3 watts of power on a focal spot of diameter approximately 60 \i for 
picture areas of maximum cyan density, with correspondingly reduced powers in areas of lower cyan 
densities. The laser beam scanned the dye-transfer sandwich at 1 6 lines per millimetre. 

35 When the entire picture area had been scanned, the cyan dye donor sheet was removed from the receptor 35 
surface on the output drum, to reveal a cyan image on the receptor surface corresponding to the cyan image 
information in the original transparency. This image was then heated with a hot metal roller in order to 
ensure complete absorption of the transferred cyan dye image into the receptor surface. The cyan image 
then gave an excellent representation of the cyan content of the original transparency, with respect to 

40 density, tonal range, etc. 40 
A magenta, single-layer, dye-donor sheet was then fixed over the receptor sheet, and once more the 
scanner was operated to select the magenta image information from the original transparency and to apply a 
corresponding magenta dye-transfer image to the receptor. The magenta dye-donor sheet was removed 
from the receptor sheet on the output drum, and the magenta image was reheated with a heated metal roller 

45 to ensure complete absorbtion into the receptor surface coating. 45 
The process was repeated using a yellow dye-donor sheet to form the yellow parts of the receptor image. 
The receptor sheet then carried a full-colour reproduction of the original transparency. Image resolution was 
as good as, or better than, the higher spatial frequency limit of normal unaided vision. Image colours were 
saturated, tonal values correct, and the resulting full colour picture was stable. 

50 The use of three colours, cyan, magenta and yellow, was sufficient to produce a full-colour picture suitable 50 
for most purposes. However, if a black impression is also required (as commonly used in four-colour 
lithographic reproduction) then a black dye-donor can be used in addition to the cyan, magenta and yellow 
dye-donor. 

55 EXAMPLE 5 55 
Laser scanner full-colour picture production - screened 
Th pr cedure as described in Example 4 was f I lowed, with the fol lowing variati ns: 

(i) the power fth utput laser was chosen t print a full-density transfer image of each col ur,and 

(ii) inordertosimulat asituati n in which the signals derived from the r ad-head f the scanner are 

60 lectronically analysed, and c nvertedint digital form bef re being fed to th output laser modulat r,a 60 
pre-screened, i. .d t image, was read by the scanner. Thus, the output laser was switched between zer and 
full-density output power by a digitised signal, with the result that a picture was produced which c nsisted f 
dots of transferred dyes, each dot being of maximum transferred dye density, but the size and distributi n f 
the dots determining the varying tonal values f the picture. 
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CLAIMS 

I . A process for preparing a full-colour image of an object on a receptor sheet which comprises analysing 
the object to obtain a set of signals which is representative of the shape and colour of the object, sequentially 

5 contacting three or more dyes carried on donor sheets with the receptor sheet and transferring said dyes * 5 
imagewise onto the receptor sheet to form a full-colour image of the object, the dyes being transferred by 
heating with a scanning laser beam to volatilise the dyes, the laser beam being modulated by said set of 
signals which is representative of the shape and colour of the object so that each dye is heated to cause - 
volatilisation only in those areas in which its presence is required on the receptor sheet to reconstruct the 

10 colour of the object, characterised in that: 10 

(i) the wavelength of the laser emission is less than 2.5 fx, 

(ii) each donor sheet comprises a support sheet, substantially transparent to said laser emission bearing 
on its major surface a dye layer comprising at least one dye which is vaporisable at a temperature in the 
range 120 to 250°C and a heat-resistant binder which is substantially transparent to said laser, each donor 

15 sheet having a material which strongly absorbs the wavelength of the laser emission distributed throughout 15 
the dye layer and/or in a separate layer interposed between said major surface of the support and dye layer 
in an amount to absorb a substantial proportion of the incident laser radiation, and 

(iii) the receptor is heated to a temperatu re of from 1 20 to 250X at least after the final dye transfer stage to 
stabilize the dye image. 

20 2. A process as claimed in Claim 1, in which the dyes are sublimable in the range 150 to 220°C. 20 

3. A process as claimed in Claim 1 or Claim 2, in which the receptor is heated to a temperature of from 
120 to 250°C at least after the final dye transfer stage for a period of from 0.01 to 30 seconds. 

4. A process as claimed in any preceding claim, in which the receptor is heated to a temperature of from 
160 to 180°C for a period of from 0.5 to 1 seconds at least after the final dye transfer stage. 

25 5. A process as claimed in any preceding claim, in which the receptor is heated after each dye transfer 25 
stage. 

6. A process as claimed in any preceding claim, in which the laser has a wavelength above 0.2 \l. 

7. A process as claimed in Claim 6, in which the laser has a wavelength in the range 0.75 to 2.5 jju 

8. A process as claimed in any preceding claim, in which the laser is an Nd: YAG laser emitting at 1.06u- 

30 9. A process as claimed in any preceding claim, in which the material which strongly absorbs the 30 
wavelength of the laser comprises finely divided carbon. 

10. A process as claimed in any preceding claim, in which the material which strongly absorbs the 
wavelength of the laser emission is contained in a separate layer on the donor. 

II. A process as claimed in any preceding claim, in which the material which strong absorbs the 

35 wavelength of the laser is present in an amount sufficient to absorb at least 60% of the incident laser beam 35 
energy. 

12. A process as claimed in Claim 1 1 , in which said material is present in an amount to absorb about 90% 
of the incident iaser beam energy. 

13. A process as claimed in Claim 12, in which said material is preset in an amount to absorb about 99% 

40 of the incident laser beam energy. 40 

14. A process as claimed in any preceding claim, in which the laser output power is varied continuously 
as a function of the colour information obtained by analysing the object 

15. A process as claimed in any one of Claims 1 to 13 in which the laser output is operated in a screened 
mode utilising a digital signal to transfer dots of dye of equal density but varying in size as a function of the 

45 colour information obtained by analysing the object! 45 

16. A process as claimed in any preceding claim, in which the receptor sheet has a surface coating of a 
dye receptive medium. 

17. A process as claimed in Claim 16, in which the dye receptive medium comprises a readily dyeable 
polymer and/or an absorbent particulate material and/or a dye fixing agent 

50 18. A process as claimed in Claim 17, in which the surface coating is formed from a dispersion 50 
comprising: 
80 parts by weight ethylmethyl ketone, 

9.8 parts by weight vinyl chloride/acetate resin, 

7.9 parts by weight silica, and 

55 2.3 parts by weight nickel stearate. 55 

1 9. A process as claimed in any preceding claim, in which the heat treatment is effected by contacting the 
imaged surface of th recept r sheet with ah ated platen or r Her. 

20. A process as claimed in any preceding claim, in which the three dyes ar cyan, magenta and yellow. 

21 . A process as claimed in any preceding claim, which includes a fourth transfer stage in which black 

60 colour is transf rred. 6 

22. A process as claim d in Claim 1 substantially as herein described with reference t the Examples. 

23. A donor sh t comprising a supp rt, which is substantially transparent to infrar d radiation, bearing 
on a major surface th reofady layer containing at least ne dye which is vaporisabl atatemperatur in 
the range 120 to 250°C, the d nor she t having a material which str ngly absorbs radiation in the range 0.2 

65 t 2.5|idistribut d throughout the dye layer andtor in a separate layer interpos dbetw en said major 65 
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surfac ofthesupp rt and dye layer. . 
24. Ad n r sheet as claim dinClalm23inwhIchthedyeisasublimableatatemp rature in the range 

1 2 25° Adonor sheet as claimed in Claim 23 or Claim 24, in which the material is finely divided carbon. 
5 .26. A donor sheet is claimed in Claim 25, in which the carbon is present In a separate layer between the s 

8U 27. 0rt A^ n etSf three donor sheets as claimed in any one of Claims 23 to 26 in which the dye layers of said 
sheets contain a magenta dye, a cyan dye and a yellow dye, respectively, the dyes being elected such that 
substantially all the colours of the visible spectrum may be reproduced by any suitable combmatlon thereof, 
in 28. Asetoffourdonorsheets,comprisingthreedonorsheetsasclaimedinClaim27 and a fourth donor 10 
sheet which contains a transferrable black colourconsisting of a balanced combination of magenta, cyan 
and yellow dyes. 
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